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® Controlled release drug formulation. 

@ A drug formulation for producing sustained therapeutic efficacy, which releases water-soluble drug intracor- 
poreally over a prolonged period of time at a substantially constant rate wherein said drug formulation comprises 

(a) a nondisintegrating inner layer comprised of a biocompatible material that contains uniformly dispersed 
water-soluble drug: and 

(b) an outer layer comprised of a biocompatible material that surrounds the circumference of the said inner 
layer, is impermeable to water, and is capable of controlling the swelling of the inner layer; wherein the ratio 
of the axial length of the drug formulation to the cross-secitonal diameter of the inner layer is one or more 
and one or both ends of the inner layer are open so as to come into direct contact with the external 
environment. 
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BACKGROUND OF THE INVENTION 

As a result of recent advances in biotechnology, drug therapy using proteinaceous drugs has beconne 
important. Most proteinaceous drugs exhibit very short half-lives in the blood, e.g.. a few minutes to a few 

5 hours, and as a result it becomes necessary to administer them at frequent intervals in order to achieve 
long-term maintenance of the drug concentration in the blood within therapeutic ranges. One problem 
generally associated with the drug formulations known up to now is that the drug concentration in the blood 
immediately after administration can reach levels which may produce negative effects, and frequent 
administration thus tends to increase the frequency of occurrence of side effects. In addition, the use of 

10 injectable drug formulations of this type places a very heavy burden on the patient because it requires 
frequent hospital treatment or outpatient visits and causes pain at the time of administration. 

Given the foregoing circumstances, it is desirable to develop a controlled release drug formulation that 
is capable of maintaining the therapeutic efficacy of water-solubte drugs, such as a proteins, over prolonged 
periods after a single administration. 

75 The use of polymeric materials as drug carriers is the most common technology for sustained drug 

release systems, where the main goal is the maintenance of sustained therapeutic efficacy in the body. In 
systems in which the drug is dispersed in a hydrophobic polymer carrier, the release mechanism for 
lipophilic drugs, which are capable of spontaneous diffusion through the carrier, is completely different from 
that for a water-soluble drug dispersed in the carrier since water-soluble drugs cannot spontaneously diffuse 

20 through the carrier. Achieving the controlled release of lipophilic drugs is relatively straightforward since 
these drugs can diffuse through polymer carriers [Contraception, volume 27, number 5. pages 483-495 
(May, 1983), Chem, Pharm. BuiL, volume 29, number 9. pages 2714-2717 (1981)). 

A channeling phenomenon participates in the release mechanism for water-soluble drugs from hy- 
drophobic polymer carriers. Here, the drug present in the vicinity of the surface of the formulation first 

25 dissolves in the ambient water (body fluids and so forth). This step is followed by dissolution of the drug 
present around the resulting cavities, and the repetition of this process leads to the formation of continuous^ 
channels. In this case, the drug present in the interior of the formulation is released by diffusion through the 
resulting channels. 

In one example of a technology whose goal is the controlled release of water-soluble drugs, V. Carelli et 

30 al. (Int. J. Pharm.\ volume 50. pages 181-188 (1989)) reported that when sodium chloride was added to a 
siiicone-matrix drug formulation containing a dispersed water-soluble drug for the purpose of inducing 
cracking by swelling, the water-soluble drug exhibited zero-order release as water penetrated into the drug 
formulation. However, because formulations of this type contain sodium chloride in large proportions, large 
volume changes will be produced by swelling in an aqueous medium. The use of such formulations in the 

35 body could be expected, for example, to induce stress in the surrounding tissues, thus making such 
devices unsuitable from a practical standpoint. In addition, the release rates were greatly accelerated, and 
these formulations were thus incapable of achieving sustained release over periods on the order of months. 
United States Patent Number 4,985,253 discloses the control of drug release from silicone elastomers 
through the addition of albumin. 

40 Unfortunately, the typical release behavior of matrix-type drug formulations consists of an initially high 
release rate due to the large effective release surface followed by a gradually declining first-order regime 
accompanying the decline in the effective release surface. This type of release behavior poses a particular 
problem in the case of formulations intended for implantation. Thus, while implants should be as small as 
possible in order to avoid foreign-body sensations and facilitate administration, reducing the diameter of a 

45 columnar drug formulation serves to increase the surface area relative to the volume. This results in an 
increase in the effective release area, which leads to further increases in the initial release rate. Such 
release behavior may be advantageous in some cases, depending on the disease and the drug; however. 
* behavior of this type may cause problems in that the sudden initial increase in drug concentration may be 
associated with side effects and the time-wise variation in drug release may make management difficult. 

50 Accordingly, the development is desired of a zero-order-releasing drug formulation that achieves a more 
precise control of drug release and releases the drug lor a prolonged period at a nearly constant rate. 

While the following discussion contains examples of attempts to achieve controlled release with dosage 
forms other than the matrix type, none of these has been successful in achieving a practical zero-order 
release 

55 Dean S. T. Hsieh et at. (J- Pharm. Sc/., volume 69. number 3, pages 265-270 (1980)) reported the 

fabrication of an insulin-containing drug formulation by dispersing insulin in ethylene-vinyl acetate 
copolymer (EVA) and also reported the drug release behavior from this formulation after the entire surface 
had been coated with insulin-free EVA. However, as previously indicated, proteins such as insulin cannot 
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diffuse through EVA. so insulin release would theoretically be impossible if the entire surface were coaled 
with EVA. Therefore, the pertinent results, as noted by the authors themselves, derive from the fact that the 
device was not completely coated, and the effects of this drug formulation fabricated according- to Dean S. 
T Hsieh et al. are therefore uncertain or unclear. 

5 A method is taught in Japanese Patent Laid-Open Number Hei 4-364120 (364.120/1992] for producing a 

drug formulation using collagen or gelatin as carrier. This drug formulation comprises a central part that 
contains the drug in the carrier and an outer wall part of collagen or gelatin, with the outer wall possibly 
containing a relatively low concentration of the drug. 

European Patent Number 250374 teaches a sustained released system for the continuous release of a 

10 drug. This sustained release system comprises a water-swellable polymer that applies swelling pressure, a 
barrier capable of controlling the swelling, and the active ingredient. However, because the outer layers oi 
these drug formulations are water permeable, they cannot achieve zero-order release over prolonged 
periods of time on the order of months. 

European Patent Number 427519 teaches a drug delivery device consisting of a water-swellable 

15 polymer, a swelling regulator which controls the release, and the active ingredient. The essence of this 
invention is that swelling is controlled by the swelling regulator, and this in turn controls the rate of release 
of the active ingredient. An outer layer may be employed on an optional basis. However, the outer layers 
used consist of microporous or semipermeable membranes and are water permeable. 

Japanese Patent Laid-Open Number Hei 2-142738 [142.738/1990] teaches a drug formulation in which 

20 poly-alpha-amino acid is the drug carrier in the shape of an oriented-acicular form and a coating film of 
poly-alpha-amino acid is formed on the outer surface thereof. This invention does not refer to the water 
permeability of the coating film; however, when the entire outer surface is coated with polyleucine, which is 
a hydrophobic poly-alpha-amino acid, drug release occurs into physiological saline solution, thereby it being 
believed that there is the presence of water-permeable passages and/or drug-permeable passges. This 

25 invention also makes no report of the effects corresponding to the use of a water-impermeable and drug- 
impermeable outer layer. 

Dean S. T. Hsieh et al. {Pharmaceutical Technology. June 1985. page 39) reported on the release of 
macromolecules from silicone elastomers, using devices obtained by fabricating matrix-type formulations in 
which macromolecular substance was dispersed in silicone elastomer and covering the sides and one end 

30 of the formulation with silicone. These devices had button-shaped morphologies In which the diameter of 
the inner layer was approximately 8 mm (diameter including the outer layer = 1 1 mm) and the axial length 
of the formulation was 5 mm. In the case of button-shaped devices having an axial length shorter than the 
diameter of the device's inner layer, it Is impossible to satisfactorily control water infiltration. As a result, 
infiltration of water through the entire inner layer of the device occurs relatively rapidly, which makes it 

35 impossible to achieve the desired long-term zero-order release (see test examples below). This study does 
not disclose other-shaped devices. 

Thus, as discussed hereinbefore, although there have been numerous drug formulations that have 
attempted to achieve the controlled release of water-soluble drugs, up to now there has been no practical 
realization of a drug formulation or device that is capable of achieving zero-order release over prolonged 

40 periods of time. 

It has now been discovered that controlling water infiltration (by. for example, body fluid or buffer) mto 
the drug formulation is a key factor in being able to achieve long-term zero-order release of water-soluble 
drugs. Reducing the area of contact with water of course will come to mind as a means for controlling water 
infiltration. However, while such a tactic can by itself reduce the quantity of drug release, it cannot achieve 
45 long-term zero-order release. 

It is an object of the instant invention to provide a drug-delivery formulation which releases a water- 
soluble drug intracorporeally over prolonged periods of time at a nearly constant rale (zero-order release) 
with the goal of producing sustained therapeutic efficacy. 

50 SUMMARY OF THE INVENTION 

The present invention relates to a controlled release drug formulation useful in medical treatment and 
livestock production. More specifically, the invention relates to a drug-delivery formulation which releases a 
water-soluble drug intracorporeally over prolonged periods of time at a nearly constant rate (zero-order 
55 release) with the goal of producing sustained therapeutic efficacy. 

The object of the instant invention can be achieved through the use of a rod-like drug formulation 
comprising 
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(a) a nondisintegrating inner layer comprised of biocompalible rrialerial that contains a uniformly 
dispersed water-soluble drug: and 

(b) an outer layer comprised of biocompatible material wherein the outer layer surrounds the circum- 
ference of the inner layer and said outer layer is impermeable to water and is capable of controlling the 

5 swelling of the inner layer: 

wherein the ratio of the axial length of the drug formulation to the cross-sectional diameter of the inner 
layer is one or more and one or both ends of the inner layer are open so as to come into direct contact with 
the external environment. 

Unlike the previous matrix-type drug formuiations. in which water can infiltrate without any restriction 
10 into the interior of the drug formulation across the entire surface immediately upon contact with an aqueous 
medium, the rale of water infiltration is subjected to an optimal regulation in the drug formulation of the 
present invention. This functions to circumvent the problems described above, even for devices with small 
diameters, and makes it possible to achieve long-term zero-order release. Thus, the present invention 
facilitates development of practical drug formulations that combine two features: (i) simple, nonsurgical 
75 administration using an injector-type instrument, and (ii) the ability to maintain long-term efficacy. 

BRIEF DESCRIPTION OF THE DRAWINGS 

Figure 1 contains an oblique view of one embodiment of the drug formulation of the present invention. 
Figure 2 contains sectional views of an embodiment of the drug formulation of the present invention. 
Figure 3 contains a graph which shows the difference in HSA release behavior between a matrix-type 
drug formulation (drug formulation (1 )) and a drug formulation of the present invention (drug formulation (2)). 

Figure 4 contains a graph which shows the HSA release behavior from a drug formulation that uses 
ethylene-vinyl acetate copolymer as the inner layer material. 

Figure 5 contains a graph which shows the tetracycline hydrochloride release behavior from a drug 
formulation that uses poly(lactic acid-glycolic acid)copolymer as the inner layer material. 

Figure 6 contains a graph which shows the quantities of HSA release (per day) from drug formulations' 
with differing lengths (drug formulations (8-1), (8-2), and (8-3)). 

30 THE INVENTION 

The instant invention relates to an implantable rod-like drug formulation comprising 
(a) a nondisintegrating inner layer comprised of a biocompatible material that contains a uniformly 
dispersed water-soluble drug; and 
35 (b) an outer layer comprised of a biocompatible material wherein said outer layer surrounds the 
circumference of the inner layer and said outer layer is impermeable to water and is capable of 
controlling the swelling of the inner layer; 
wherein the ratio of the axial length of the drug formulation to the cross-sectional diameter of the inner 
layer is one or more and one or both ends of the inner layer are open so as to come into direct contact with 
40 the intracorporeal environment. 

-Cross-sectional diameter" as used herein means, in the case of a circular cylinder, the diameter of the 
cross section taken at right angle to the axis ("right section" hereafter). In the case of a prism, the "cross- 
sectional diameter" means the length of the largest diagonal in the right section. In the case of an elliptical 
cylinder the "cross-sectional diameter" means the length of the major axis in the right section. "Axial 
45 length" as used herein refers to the distance between the two ends in axial direction of drug formulation. In 
addition, the expression "zero-order release" as used herein denotes an almost constant rate of release. 

The release rate of water-soluble drug is controlled in the instant invention through control of water 
infiltration. Accordingly, the drug release rate may be controlled by any means capable of controlling water 
infiltration; for example, water infiltration can be controlled by suitable selection of the outer layer material or 
50 the thickness of the outer layer. 

The outer layer material used in accordance with the present invention is not critical as long as it is 
biocompatible, is impermeable to water, and can control the swelling of the inner layer. Hydrophobic 
polymers are typically used for this purpose. 

"Control of the swelling of the inner layer" refers to the maintenance of an appropriate pressure or 
55 constraint on the inner layer, and together with "impermeability to water" is a crucial factor in controlling 
water infiltration into the inner layer. Since the inner layer swelling rale varies widely as a function of the 
material properties of the carrier itself, the properties of the dispersed drug, any additive present in the 
interior, the mixing ratio and so on. material exercising the appropriate pressure must therefore be selected 
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for Ihe outer layer as a function of the aforementioned properties. The optimal pressure will vary according 
to the desired rale of release. Each of the outer layer materials indicated below can exhibit the desired 
pressure even without alteration of their native material properties. However, the drug release rate can also 
be fine-tuned by the addition of water-insoluble low-molecular-weight substances or by adjusting the 
thickness of the outer layer. For example, when silicone is chosen as the outer layer material, silica can be 
added in order to reduce the elasticity and increase the pressure applied to the swelling inner layer. 

The outer layer material may be either a nonbiodegradable or biodegradable polymer, provided that any 
biodegradable polymer used does not permeate water during the period of drug release and retains its 
ability to control .inner layer swelling during this same period. Biodegradable polymers with these properties 
can be easily obtained since the decomposition rate of biodegradable polymers can be varied by chemical 
modification and/or by varying the component ratios and/or by varying the molecular weight. 

Biodegradable polymers that can be employed by the present invention may be exemplified by, but nol 
limited to. polyesters such as poly(lactic acid-glycolic acid)copolymers (PLGA). etc. and by hydrophobic 
polyamino acids such as polyaranln. polyleucine etc.. polyanhydride and the like. The hydrophobic 
polyamino acids mean polymers prepared from hydrophobic amino acid. The nonbiodegradable polymers 
may be exemplified by. but not limited to. silicones, polytetrafluoroethylenes. polyethylenes. poly- 
propylenes, polyurethanes. polyacrylales. polymethacrylates such as polymethylmetacrylates. etc eth- 
ylene-vinyl acetate copolymers, and others, tvlore preferably, a silicone, for example. Silastic® ivled.cai 
Grade ETR Elastomer Q7-4750 or Dow Corning® MDX 4-4210 Medical Grade Elastomer, is employed lor 
the corresponding ease of molding. Even if these materials are used, there are Instances where the outer 
layer may have a water-permeable and/or drug permeable hole due to insufficient thickness thereof, a crack 
caused by shrinkage during drying process or the presence of bubble. In this case it is required to apply a 
treatment such as repeating of process for formation of the outer layer till water and drug does not 
permeate through the outer layer. 

The inner layer material may be an intrinsically water-swelling material, or it may consist of an 
intrinsically water-nonswelling material where the dispersed drug and/or a dispersed swelling agent ab§prbs 
water thereby swelling the inner layer as a whole. The inner layer material may be either biodegradable or 
nonbiodegradable, but in either case must be nondisintegrating. As used in the present specification, 
••nondisintegraling" means that the material does not immediately disappear upon contact with water, due 
(or example to dissolution, degradation, etc., and is thereby able to retain its original shape for the desired 

period of time. ^ , „ j 

Biodegradable materials may be exemplified by. but not limited to. polyesters such as poiy(lactic acid- 
glycolic)acid copolymers (PLGA) and by polyamino acids. Nonbiodegradable materials may be exemplified 
by but not limited to. silicones, ethylene-vinyl acetate copolymers, polyvinyl alcohols and so on. Water- 
swelling materials may be exemplified by, but not limited to. polyvinyl alcohols and so forth. When a 
biodegradable polymer is employed, biodegradable polymer must be used that releases the drug even 
without degradation and that will not undergo such a rapid degradative absorption that the swelling rate 
during the drug release period undergoes variation. Silicone is preferably employed as the inner layer due 
to the corresponding ease of molding, tvloreover. the materials making up the inner and outer layers consist 
preferably of materials which exhibit excellent reciprocal adherence. Good adherence is obtained when the 
same type of material is employed for both the inner and outer layers. 

Any water soluble drug in this invention may be used that is not soluble nor diffusible to the outer layer, 
and there are no particular restrictions in terms of molecular weight and^e-forth..However. the advantages 
of the present invention are particulariy clear with such drugs af peptides^^ proteins, glycoproteins, 
polysaccharides, and nucleic acids. The present invention is particulariy-apprSpriate for drugs that are very 
active even in extremely small quantities and whose sustained long-term administration is sought. The 
drugs may be exemplified by. but not limited to. cytokines such as jntederons^nd inlerleukms;-. 
hemato poietic factors such as colony-stimulating factors and erythropoietirr hormones^uch as^^rowth 
h^^Jii^e-orowth hormone releasing factor, calcitonin, luteinizing hormone. iJleifiizing hormone relSasing- 
Jiflonen^and insulin; growth factors such as somatomedin, nerve growth factor, neurotrophic factors, 
fibroblast growth factor, and hepatocyte proliferation factor; cell adhesion factors; immunosuppressants: 
enzymes such as asparaginase, superoxide dismutase. tissue plasminogen activating factor, urokinase, and 
prourokinase; blood coagulating factors such as blood coagulating (actor Vlll; proteins involved in bone 
metabolism such as BMP (bone morphogenetic protein); and antibodies. The interferon may be alpha, beta, 
gamma or any other interferons or any combination thereof. Likewise, the interleukin may be IL-1. IL-2. IL- 
3 or any others, and the colony-stimulating (actor may be multi-CSF (multipotential CSF). GM-CSF 
(granulocyte-macrophage CSF). G-CSF (granulocyte CSF). f^-CSF (macrophage CSF). or any others. 



5 



EP 0 659 406 A2 



20 



Drugs that can be applied in drug fornnulatlons according to the,jitesent-inve,ntion may be lurther 
exemplified by low-moiecular-weight drugs such as waler-solubie^anlicancer _age,hts. antibiotics, anti- 
^fii^imatory "dfugsi alkylating agents, and immunosuppressants. eSamplfes-of these drugs include ad- 
■>iarnyein--WSom^cins. mitomycins, fluorouracil. peplomycin sulfate, daunorubicin hydrochloride, hydrox- 
5 yurea. neocarzinostatin. sizof.ran. estramustine phosphate sodium, carboplatin. beta-lactams. tetracyclines, 
aminoglycosides, and phosphomycin. 

The drug formulation of the present invention may contain two or more drugs depending on the disease 

and method of application. 

The inner layer may contain various medically acceptable swelling agents m order to control or 
w modulate the release rate. The invention can use any swelling agent that is soluble in water and can 
essentially induce inner layer swelling. A single swelling agent or a mixture of two or more swelling agents 
can be used Preferred examples of swelling agents include materials of biological origin such as albumin 
and gelatin salts such as sodium chloride, and amino acids such as glycine. Albumin and so forth, in 
addition to functioning as swelling agents, can contribute to drug stabilization. When the inner layer is 
,5 silicone and the drug is peptide, protein, glico-protein, polysaccharide or nucleic acid, albumin is preferable 
as swelling agent. Moreover, some of the previously mentioned water-soluble drugs, besides exhibiting 
therapeutic activity, are substances that themselves exhibit the swelling effect under consideration. Sub- 
stances of this type are exemplified by electrolytes such as tetracycline hydrochloride. It will not be 
necessary to employ a swelling agent in such cases, but swelling agent may still be used on an optional 
basis When the inner layer is a water-non swelling material and the drug used does not exhibit swelling 
pressure the addition of swelling agent becomes mandatory, whereas it is optional when a water-swelling 
material is employed. In addition, the inner layer may contain additives such as the medically acceptable 
stabilizers, preservatives, analgesics, dissolution auxiliaries, and so forth. 

The combined quantity of drug, swelling agent, and additive present in the inner layer is not particularly 
25 specified provided that dispersion and molding are substantially possible. This quantity will vary as a 
function of the inner and outer layer materials, but the combined quantity of drug, swelling agent, and 
additive preferably should not exceed 50 weight%. The drug content will of course vary in accordance with 
the type of drug, the disease under treatment and its severity, and so forth. 

The drug formulation of the present invention may have a rod-like shape, for example it is selected from 
30 circular cylinders, prisms, and elliptical cylinders. When the device will be administered using an injector- 
type instrument, a circular cylindrical device will be preferred since the injector body and the injection 
needle typically have a circular cylindrical shape. 
-^-^The inner layer of the drug formul ation of the present invention, vi ewed in right section, may contain 
tw o or more layers rnntainino different water-soluble d rugs, ihese layerTmay take the form of concentric 
35 rlTrlp..; with a singl e center of gravity or may appear as a plural number of inner layers whose respectiv e 
centers of gravityle at different points in the cross section. When the drug formulation contains more than 
^tj^innpr iay»r there ma y^ be one or more drugs presenfin the inner layers. F or ej^mple ^ he drugs may be 
present..su chjHire"ach'iaye r contains a different drug or there is more than one drug in one or all of the 

inneTTayers. . . ^ . ■ »• j- 

40 "-Figure 1 contains an oblique view of the exterior of one embodiment of the drug formulation according 
to the present invention, and Figure 2 depicts cross sections for this ennbodiment. Figure 2 depicts, 
respectively (a) the cross section of a double-layer drug formulatio n. @>'the cross section of a drug 
formulation with a single center of gravity in the device cross section, and (c) the cross section of a drug 
formulation having multiple centers of gravity in the device cross section. 

45 The size of the drug formulation of the present invention may be relatively large in the case of insertion 
In a surgical zone or in a body cavity, and in such cases the cross-sectional diameter is preferably less than 
or equal to 5 mm and the axial length is preferably less than or equal to 50 mm. The cross-sectional 
diameter is more preferably 0.5 to 3 mm and the axial length is more preferably on the order of 5 to 35 
mm In the case of subcutaneous administration using an injector-type instrument, the configuration should 

so be circular cylindrical, and the cross-sectional diameter in this case is preferably 0.5 to 1.7 mm and the 
axial length is preferably 10 to 30 mm. 

The thickness of the outer layer should be selected as a function of the material properties and the 
desired release rate. The outer layer thickness is not critical as long as the specified functions of the outer 
layer are fulfilled. The outer layer thickness is preferably 0.05 mm to 3 mm. more preferably 0.10 mm to 1 

55 mm. and even more preferably 0.15 mm to 0.2 mm. 

Although drug formulations according to the present invention lor the most part will have a double-layer 
structure, in order to achieve long-term zero-order release, the ratio of the axial length of the drug 
formulation to the cross-sectional diameter of the inner layer must in any case be one or more and is 
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preferably two or more and more preferably live or more. 

On the subject of labricalion of the drug formulation of the present invention, the drug-containing inner • 
layer and the water-impermeable outer layer may be labricated separately or simultaneously. A circular 
cylindrical drug formulation with a single center of gravity in the device cross section can be fabricated, for 
s example by the following methods: (i) initial fabrication of a rod-shaped inner layer followed by coating the 
rod with a liquid containing dissolved outer layer material and drying; (ii) insertion of a separately fabricated 
Inner layer into a tube fabricated from outer layer material: or (iii) simultaneous extrusion and molding of the 
inner and outer layers using a nozzle. However, the fabrication method is not limited to these examples. 
When a water-impermeable outer layer cannot be obtained in a single operation, it will then be necessary. 
10 for example to repeat the outer layer fabrication process until water permeation can be prevented. In any 
case the resulting composition is subsequently cut into suitable lengths. Successive cutting yields a drug 
formulation according to the present inv ention having both ends op en. The drug formuJMQnj^dib-OpecLfind 
at one terminal rfiay be fabric'ated'bfdipping one ter minal of the drug formulation into a solution dissolvin g 
the ^r-laver material and drvinq"ir5r By -covenng one terminal end of the d rug formulation with a cap 
,5 r^i^de from the Silt^-layer material. In addition the fabrication may comprise insertion of the inner fayer into 
an outer-layer casing with a close-en d at one terminal, which are separately produced, and also formation of 
the inner layer in said casing. 

The mechanism by which a water-soluble drug uniformly dispersed in a hydrophobic polymer carrier is 
released to the exterior is based on the aforementioned channeling and cracking. The heretofore known 
20 matrix-type drug formulations give an uncontrollable drug release because, upon contact with an aqueous 
medium, water immediately penetrates unrestrictedly into the device interior over the entire surface. In 
contrast to this, as described above only an end(s) of the inner layer comes into contact with the external 
environment in the case of the drug formulation according to the present invention, and as a result only a 
limited region rather than the entire surface is initially subject to channeling. In addition, the outer layer, due 
25 to its characteristic functional design, is able to exercise suitable control of inner layer cracking. Through 
these means, the present invention is able to exercise suitable control of water infiltration into the interior 
and is thereby able to achieve long-term zero-order release. 

Drug release from the drug formulation of the present invention can be adjusted or modulated by a 
number of techniques. For example, modifying the type of outer layer material and/or adjusting the outer 
30 layer thickness functions to alter the pressure applied to the Inner layer. This influences the frequency of 
cracking and thus results in a modification of the drug release rate. 

Precise control over a broad range is possible because the drug release rate and/or inner layer swelling 
rate can be varied by varying the drug content of the inner layer and the size and shape of the drug 
particles and through additive selection. 
35 Water infiltration and drug release, in the present invention occur throughout the process over a constant 
surface area of the inner layer in contact with the external environment. As a result, the period of sustained 
release can be controlled by selecting the axial length without change in the release rate. 

As described hereinbefore, the drug formulation according to the present invention provides long-term 
zero-order release, and as a result the blood concentration of a drug can be maintained for extended 
40 periods of time. This effect cannot be expected from the heretofore known drug formulations. Thus, 
pharmacological effects unknown to date become conceivable even for already known drugs. 

The drug formulations of the present invention can be used in both human and animal applications. 
So that those skilled in the art can understand and appreciate the invention taught herein, the following 
examples are presented, it being understood that these examples should not be used to limit the scope of 
IS this invention found in the claims attached hereto. 

EXAtvlPLE 1 

1.5 g lyophilized human serum albumin (HSA) powder was mixed into 3.5 g of part A of Silastic® 
IWedical Grade ETR Elastomer Q7-4750. and 1.5 g HSA powder was mixed into 3.5 g of part B of Silastic® 
Medical Grade ETR Elastomer Q7-4750. The two mixtures were then combined, followed by extrusion 
through an aperture with diameter of 1.9 mm by the application of pressure, and cunng at room 
temperature. The aforementioned parts A and B differ somewhat in composition, and only after the two 
parts were combined a crosslinking reaction began and curing took place. Cutting gave a drug formulation 
55 (1) having an inner layer diameter of 2 mm and a length of 10 mm. 

The cured extrudate. produced by same process as above, was also coated with a 0.2-mm thick outer 
layer by immersion in a 10% toluene dispersion of Silastic® h/ledical Grade ETR Elastomer Q7-4750 (1:1 
mixture of parts A and B) and drying. This was then cut to obtain a drug formulation (2) having an inner 
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layer diameter of 2 mm and a length of 10 mm. 
TEST EXAt^PLE 1 

nruQ formulations (1) and (2) fabricated in Example 1 were respectively placed in.3 mL phosphate 
buffer aVsTc and llf undisturbed. The amount of HSA released from each drug formulat.on was 
measured spectrophotometry in order to determine the cumulative percent release. These resuMs are 
repo tedln pCe 3' compared with the matrix-type drug formulation (1). which exhibited a -ery rap.d mu,al 
Sale he drug formulatL according to the present invention (2) provided sustained .ero-order release 
over a period of months by virtue of its ability to control water infiltration. That is. when an outer layer .s 
p'^ideSTconformity with the present invention, a very rapid initial release is prevented and a sustamed 
zero-order release over a period of months can be achieved. 



EXAMPLE 2 



)5 



SO 



Lyophilized HSA powder (0.64 g) was dispersed in 9 mL of a 10% ethylene-vmyl ^°P°'y^« 
(EVA)/methylene chloride solutior,. which was solidified by coolmg. Th.s was dned at -20 C and then at 
oomTemperature After cutting into narrow strips (5 mm x 0.8 mm x 20 mm), .mmers.on jn 10 /o 
EvLethyTene solutiorT. and drying at room temperature, both ends were cut of, to y.e a drug 

formulation (3) having an inner layer size of 5 mm x 0.8 mm x 10 mm and an outer layer thickness o, 0.05 



mm. 

TEST EXAMPLE 2 



25 



Drug formulation (3) fabricated in Example 2 was placed in 3 mL of phosphate buffer at ^^ C and then 
left undLrbed. The amount of HSA released from the drug formulation was measured sP«^^;°PhoJ°^etO' 
in order to determine the cumulative percent release. These results are reported ,n Figure 4. The use of 
EVA as carrier again gave a zero-order release just as for drug formulation (2) of Example 1. 



30 EXAtVlPLE 3 



Tetracycline hydrochloride (0.15 g) was mixed with 0.35 g of PoW(lact.c ac|d-glycol,c)ac.d copolym^^^ 
(PLGA the weight ratio of lactic acid/glycolic acid = 75/25 in the polymer) in the presence of rne hylene 
chL^ide and the mixture was extruded from a syringe. AHer drying at room temperature the "^atenal was 
,5 immersed in 10% EVA/methylene chloride solution and then re-dried at room temperature. Cutting both 
ends gave drug formulation (4) having an inner layer diameter of 1 .3 mm and a length of 10 mm and an of 
outer layer thickness of 0.05 mm. 

TEST EXAMPLE 3 

Drug formulation (4) fabricated in Example 3 was placed in 3 mL of phosphate buffer at 37 • C and then 
left undisturbed. The amount of tetracycline hydrochloride released from the device was "measured by 
spectrophotometry in order to determine the cumulative percent release. These 7\7P°^^^ 
F^^ure 5. !n this case, the controlled release of a low-molecular^weight drug, tetracycline hydrochloride, was 
^5 achieved using biodegradable PLGA as the inner layer material. 

EXAMPLE 4 

Tetracycline hydrochloride (0.38 g) was dispersed in 9 mL of 10% EVA/methylene chloride solution and 
so cooled to solidification. The material was dried at -20 'C and then at room temperature. A»«^ ""^9 '"to 
na^ow strips (5 mm x 1 mm x 20 mm), immersion in 10% EVA/methylene chloride solution, and then 
Spying at room temperature, both ends were cut off to yield drug formulation (5) having an inner layer size 
of 5 mm X 1 mm X 10 mm and an outer layer thickness of 0.05 mm. 

55 EXAMPLE 5 

Tetracycline hydrochloride (0.38 g) was dispersed in 9 mL of 10% EVA/methylene chloride solution and 
coolefto soScation. This was dried at -20 -C and then at room temperature. After cutting into narrow 
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strips (5 mm x 0.9 mm x 20 mm), immersion in a 10% methylene chloride solution of poIy{lactic acid- 
glycolic)acrd copolymer (PLGA. lactic acid/glycolic acid ratio in polymer = 75 25). and then drying at room 
temperature, both ends were cut off to yield drug formulation (6) having an inner layer size of 5 mm x 0.9 
mm X 10 mm and an outer layer thickness of 0.14 mm. 

EXAfVlPLE 6 

A mixture of 42 mL of 14 MU/mL interferon solution (desalted/concentrated Sumiferon®) and 24.33 mL 
25% HSA solution (Buminate®) was lyophilized to yield an IFN/HSA powder. 0.75 g of this I.FN/HSA powder 
was mixed with 1.75 g of part A of Silastic® Medical Grade ETR Elastomer 07-4750. and 0.75 g of the 
IFN/HSA powder was mixed with 1.75 g of part B of Silastic® Medical Grade ETR Elastomer Q7-4750. The 
two mixtures were combined, introduced into a container with a 1.9 mm aperture, extruded by the 
application of pressure, and then left to cure at room temperature. Coating with a 0.2-mm thick outer layer 
was carried out by immersion in a 10% toluene dispersion of Silastic® Medical Grade ETR Elastomer Q7- 
4750 (1:1 mixture of part A and part B) and drying. Cutting then yielded a drug formulation (7) having an 
inner layer diameter of 2 mm and a length of 10 mm. 

EXAMPLE 7 

The drug formulations indicated in the following Table 1 were fabricated according to the method of 
Pharmaceutical Technology, June 1985, pages 39-49. Utilizing this method. Dow Corning ® MDX-4-4210 
Medical Grade Elastomer was mixed with vulcanizing agent at the ratio of 10:1. and then thereto lyophilized 
human serum albumin (HSA) powder was admixed in the specified proportions. After defoaming, the 
mixture was filled into a TOP® silicone tube and cured. This was then cut to yield the particular device. 



Table 1 





HSA particle size, content 


inner layer diameter 


outer layer material, 
thickness 


device length 


device (8-1) 


250-425 um, 30% 


8.0 mm 


silicone, 1.5 mm 


5 mm 


device (8-2) 


250-425 um. 30% 


8.0 mm 


silicone, 1.5 mm 


8 mm 


device (8-3) 


250-425 um, 307o 


8.0 mm 


silicone. 1.5 mm 


16 mm 



TEST EXAMPLE 4 

Each device fabricated in Example 7 was placed in 3 mL of phosphate buffer at 37 'C and then left 
undisturbed, and the weight of the device was measured at each sampling. The quantity of water (g) 
contained in the device was calculated from the following formula. 

Formula 1: water infiltration (g) = wet weight of device - [initial device weight - cumulative HSA release 
(9)1 

Saturation was considered to have been reached when water infiltration no longer exceeded that at the 
previous measuring, and the number of days at the previous measuring was taken as the time required to 
reach saturation. The results are reported in Table 2. 



EP 0 659 406 A2 



Table 2 





inner layer diameter : length 


timer required for water infiltration to reach saturation 


device (8-1) 


2 : 1 


approx. 2 v/eeks 


device (8-2) 


1 : 1 


Z 4 weeks 


device (8-3) 


1 : 2 


Z 4 weeks 



,n addition, the amc.nt o. HSA released from the drug formulation was measured spectrophotometry. 
The quantity o, HSA release (per day) from each devic^^^^ [roMh^e ^r length of the inner layer to its 
The results reported .n Table f ,"1"' ^^^.^/^g^g, i„,i,t,a,ion to reach saturation was extended by 
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Claims 

1. Rod-like drug formulation '^,-"9 ^'.^'^^^^^^ crss-Lectiona. diameter and a circumference wherein 

- — ^ -^^--^ disposed water. 

?bTa? outer" layer comprised of a biocompatible material wherein said outer layer surrounds the 
llcumfe^ncrof theTn'ner layer and the outer layer is impermeable to water and ,s capable of 

"H""'"'rr'aI''orthralMengm oMhe drug formulation to the cross-sectional diameter of the 
ir^neMaTis c™^^ 2one end of tSe inner layer is open so as to come in contact with 

any external environment. 
2 A drug formulation as claimed in claim 1 which is of a type for intracorporeal implantation. 

acetate copolymers, and polyvinyl alcohols. 

4. A drug formulation as claimed in claim 3 wherein the inner layer is comprised of a silicone. 

5. A drug formulation as claimed in claim 1 wherein the outer layer is comprised of a biocompatible 
material selected from a hydrophobic polymer. 

■ TcS co?C»r,.d pt,*„ ..coxols. an. ,h, o.,e, laye, comprised o, a b,ocompat,b,o 

material selected from a hydrophobic polymer. 

^ySs sitonJrpo^ polyethylenes polypropylenes. polyurethanes. 

polyacrylates. polymethacrylates. and ethylene-vinyl acetate copolymers. 

sceue copolymers and po^^^^ p„iyes,ers. hydrophobic polyamino acids, polyan- 

hyrrs"s«onr;*,SLr:::^^^^^^ %e,hy,ones. pcypropylenas. poly.,o*anea. 
polyacrylates. polymethacrylates." and ethylene-vinyl acetate copolymers. 
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9. A drug (ormulalion as claimed in claim 7 wherein the outer layer is comprised ol a silicone. 

10. A drug formulation as claimed in claim 1 wherein both the inner and outer layers are comprised of 
silicone. 

11. A drug formulation as claimed in claim 1 wherein the ratio of the axial length of the drug formulation to 
the cross-sectional diameter of the inner layer is two or more. 

12. A drug formulation as claimed in claim 1 wherein the ratio of the axial length of the drug formulation to 
the cross-sectional dimeter of the inner layer is five or more. 

13. A drug formulation as claimed in claim 1 wherein the drug is selected from the group consisting of 
peptides, proteins, glyco proteins, polysaccharides and nucleic acids. 

14 A drug formulation as claimed in claim 1 wherein the drug is selected from the group consisting of 
cytokines, hematopoietic factors, hormones, growth factors, cell adhesion factors, immunosuppressants, 
enzymes, blood coagulating factors, proteins involved in bone metabolism, antibodies, anticancer 
agents, antibiotics, anti-inflammatory drugs, and alkylating agents. 

15 A drug formulation as claimed in claim 13 wherein the drug is selected from the group consisting of 
cytokines, hematopoietic factors, hormones, growth factors, all adhesion factors, immunosuppresants, 
enzymes, blood coagulating factors, proteins involved in bone metabolism, and antibodies. 

16. A drug formulation as claimed in claim 1 wherein there is additionally present a swelling agent in the 
inner layer. 

17. A drug formulation as claimed in claim 16 wherein the swelling agent Is selected from the group 
consisting of albumin, gelatin, salts, and amino acids. 

18 A drug formulation as claimed in claim 17 wherein the drug is selected from the group consisting of 
cytokines, hematopoietic factors, hormones, growth factors, cell adhesion factors, immunosuppressants, 
enzymes, blood coagulating factors, proteins involved in bone metabolism, and antibodies. 

19. A drug formulation as claimed In claim 1 wherein the drug formulation has a cross-sectional diameter of 
less than or equal to 5 mm and an axial length of less than or equal to 50 mm. 

20. A drug formulation as claimed In claim 1 wherein the drug formulation has a cross-sectional diameter of 
0.5 mm to 3 mm and an axial length of 5 to 35 mm. 

21. A drug formulation as claimed in claim 1 wherein the outer layer has a thickness of 0.05 mm to 3 mm. 

22. A drug formulation as claimed In claim 19 wherein the outer layer has a thickness of 0.10 mm to 1 mm. 

23. A drug formulation as claimed in claim 19 wherein the outer layer has a thickness of 0.15 mm to 0.2 



mm. 



24. A drug formulation as claimed in claim 1 wherein both ends of the inner layer are open so as to come 
into contact with the external environment. 

25. A method for controlling rate of release of a drug from a rod-like drug formulation by controlling water 
infiltration into the drug formulation wherein said drug formulation has an axial length and comprises 

(a) a nondisintegrating inner layer having a cross-sectional diameter and a circumference wherein 
said inner layer is comprised of a biocompatible material that contains a uniformly dispersed water- 
soluble drug: and 

(b) an outer layer comprised of a biocompatible material wherein said outer layer surrounds the 
circumference of the inner layer and the outer layer is impermeable to water and is capable of 
controlling the swelling of the inner layer; 

wherein the ratio of the axial length of the drug formulation to the cross-sectional dimeter of the 
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inner layer is one or more and at least one end of the inner layer is open so as to come into contact 

with any external environment. 
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Figure 1. 
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Figure 2. 
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Figure 3. 
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Figure 4. 
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Figure 5. 
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Figure 6. 
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